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Ca silicat e gel, siliceo us substan ces and/or CaO , water, and reinforcing 
materials' are mixed7~moTaTed to blocks, cut, anoTtreated with satd. steam 
in autoclaves to give Ca silicate hydrate products. Thus, 
diatomaceous earth 100, Ca(OH)2 80, and water 540 parts were mixed, 

heated , . 

at 90. degree, for 3 h, mixed with portland cement 50, silica 

stone powder 50, and pulp 4 parts, shaped to blocks at 40. degree., cut, 

treated with satd, steam at 180. degree, in an autoclave for 10 

h, and dried at 110. degree, to obtain a fire-resistant product with bulk 

d. 0.50, bending strength 29.0 kg/cm2, and thermal cond. 0.085 

kcal/m-h-degree . 
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